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E© BIOSENSOR AND PROCESS FOR ITS PRODUCTION. 

CO 

CO 

O© A biosensor of the invention comprises an in- 
lAsulating base board (1) having formed thereon, in 
^sequence, leads (2, 3, 3'), an electrode system 
O mainly made of carbon (4, 5, 5'), an insulating layer 
q^(6) and a reaction layer (14) composed of an en- 
jjjzyme and an electron acceptor, and being provided 
thereon with a space (8) defined by a spacer (7) and 
a cover (9). When a biological sample solution is 



brought into contact with the inlet (10) of the biosen- 
sor having the above-described structure, the sam- 
ple solution is introduced into its inside, while the air 
within the space (8) is rapidly discharged through 
the outlet (11) and, at the same time, the space (8) 
is filled with the sample solution up to the neighbor- 
hood of the outlet Thus, measurement can be con- 
ducted inexpensively at a high speed with a high 
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accuracy through simple procedures without residua) 
bubbles. 

FIG. 6 
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SPECIFICATION 

TITLE OP THE INVENTION 

BIOSENSOR AND A PROCESS FOR PREPARATION 
THEREOF 

FIELD OF THE INVENTION 

The present invention relates to biosensors 
which can quantitatively determine a specific component 
in various sample solutions from the living body in a 
rapid and easy way with high accuracy and a process for 
preparation thereof, 

BACKGROUND OF THE INVENTION 

In recent years, various biosensors utilizing 
a specific catalytic action possessed by enzyme have 
been developed and in particular, it has been attempted 
to apply biosensors to the clinical field. In the 
present days when inspection items and sample numbers 
are increasing, biosensors which can provide rapid assay 
with good accuracy have been desired. 

Taking a glucose sensor as an example, 
diabetes has markedly increased nowadays and for 
measurement and control of blood sugar level in blood, 
it takes a very long time, since blood is centrifuged 
and plasma is provided for the measurement as is 
conventionally done. Thus, a sensor which can make 
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.easurement with .Hole Wood is reguired. - > 
type , there is e .tics-Use support bavin, provided 
thereon a oerrier containing an ensyme oapahie of 
reacting only ** glucose a»a a dye which causes a 

enzyme reaction, 11*. a test sheet need for rnspectron 

cropped onto the carrier and after a definite period of 
time, a change of the dye is visually or opticaliy 

.... rfarence is serious because of 
0 determined. However, interference 

• resulting in poor accuracy, 

colored matters in hlood, resuiti , 

Ho., a multilayer type analysis carrier as 
shown in *ig. 1 is Proposed Japanese Utility Model 
vacation .aid-open Ho. 54-1,34,5,. The earner as 
15 the construction comprising a transparent support 51 
having provided thereon, in order, a reagent layer 52, 
speeding layer 53, a waterproofing layer 54 end a 
mterin, layer 55. The measurement take, the following 

20 solid component, in hlood such as red hlood cells, 
platelets, etc. are removed hy the filtering layer 55, 
the bloc* uniformly permeates into the spreading layer 
53 through a hole 56 in the waterproofing layer and a 
reaction proceeds in the reagent layer 52. After 
25 completion of the reaction, a light is irradiated from 
the arrow direction through the transparent support 51, 
.hereby a substrate concentration is determined b, 
colorimetry. The system takes a complicated 
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1 construction as compared to the conventional handy 

stick-like carrier but its accuracy has improved because 
blood cells are removed, etc. However/ it takes a long 
time for the permeation of blood and the reaction so 
5 that the waterproofing layer 54 that prevents drying of 
the sample is required. In addition, incubation at a 
high temperature is required for accelerating the 
reaction. Thus, the system involves problems that 
apparatuses and carriers become complicated. 
10 On the other hand, as the system for quantita- 

tive assay of a specific component in a sample such as 
blood, etc. from the living body with high accuracy 
without performing operations such as dilution, agita- 
tion, etc. of the sample solution, a biosensor as shown 
15 in Fig. 2 has been proposed (for example, Japanese 
Patent Application Laid-open No. 59-166852). The 
biosensor comprises an insulating base plate 63 having 
embedded therein an electrode for measurement 64 and a 
counter electrode 65 made of platinum, etc., having 
20 leads 61 and 62, respectively, and the exposed areas of 
these electrodes are covered with a porous material 66 
having carried thereon an oxidoreductase and an electron 
acceptor, when a sample solution is dropped onto the 
porous material, the oxidoreductase and the electron 
25 acceptor are dissolved in the sample solution, whereby 
an enzyme reaction proceeds with a substrate in the 
sample solution and the electron acceptor is reduced. 
After completion of the reaction, the reduced electron 
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tK .ptor is eLctroche.ic.lly oxidised an. a substrate 
concentration in the sample U determined from a cuxren 
level for the oxidation obtained in tbU case, 1» each 
construction, however, the electrodes reguire operates 

exchanged for every assay thereby to readily provide 

cispose the apparatus Including the eleotrod. system for 
e,ery measurement, operations for the .assured become 
M simple - from aspeots of electrod. -er Is 
su ch as platinum, .to., construction and the 1*. the 
apparatus is very expensive unavoidably. For the 
oonstruotion of platinum eleotrodes, tb. sputtering 
net bod or tb. deposition method oan aiso be used but 

5 production costs increase. 

u a disposal system including the electrode 
SJ stem, a biosensor described in Japanese Patent 
Application Laid-open ... 61-W351 bas been proposed. 
A3 shown in «g. 3, in tbls biosensor, tbe electrode 

20 ss3 te M 7 2 <7 2 M,73«73. ) and74.7«'.-Posedof 

oarbon. etc. are formed on an insulating bas. plate 71 
Dy M a„s of screen printing, etc., after providing an 
insulating layer 75 thereon, the electrode systems are 
covered with a porous material ,7 having carried thereon 
25 an oxidoreductase and an electron acceptor and the whole 
is integrated with a holding frame 76 and a cover 78. 
When a sample solution Is dropped onto tbe porous 
serial, the oxidoreductase and the electron acceptor 
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are dissolved in the sample solution/ whereby an enzyme 
reaction proceeds with a substrate in the sample 
solution and the electron acceptor is reduced • After 
completion of the reaction, the reduced electron 
acceptor is electrochemically oxidized and a substrate 
concentration in the sample is determined from a current 
level for the oxidation pbtained in this case. 

In the foregoing conventional construction, 
the base surface including the electrode system is not 
always uniformly wetted so that air bubbles remain 
between the porous material and the base plate, whereby 
a response current is affected or its reaction rate is 
reduced in some occasion. Further when an ambient 
humidity is low, moisture in a sample solution 
evaporates off during measurement so that a change in 
response is observed. Furthermore, when a substance 
that is readily adsorbed to electrodes or a substance 
such as ascorbic acid or the like that is easily ' 
oxidized is present in a sample solution, response of 
the sensor is affected by such a substance. 

Therefore, as sensors for measuring a specific 

> 

component in a vital sample solution such as blood or 
the like in a simple and rapid way with high accuracy, 
sensors which can provide measurement data merely by 
adding a trace amount of sample solution thereto without 
diluting or quantitatively determining the sample 
solution previously are desired. Furthermore, 
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disposable type sensors which are free of operations 
such as washing, wiping, etc. are desired. 

DISCLOSURE OP THE INVENTION 

The biosensor of the present invention 
comprises an insulating base plate having provided 
thereon the electrode system comprised of at least an 
electrode for measurement and a counter electrode and on 
the electrode system a reaction layer containing an 
enzyme and an electron acceptor. Further by integrating 
with a cover, a space including the reaction layer is 
formed and an introducing port for introducing a sample 
solution into the space and a discharge port for 
discharging a gas in the space by inflow of the sample 
solution. A change of a substance in concentration 
caused by the reaction between the enzyme and the sample 
solution is detected by the electrode system thereby to 
determine a substrate concentration in the sample 
solution. 

Furthermore, the electrode system may also be 
comprised of a plural set of electrode systems and 
reaction layers corresponding to the plural set of 
electrode systems are provided, whereby the independent 
sensor systems can be constructed. By doing so, two or 
more substrate concentrations can be concurrently 
determined. Furthermore, two pairs of electrode systems 
may also be used, wherein one electrode system is used 
for measurement and another electrode system is used for 
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L blank. By determining a difference in response between 
the electrode systems, interference by ascorbic acid, 
etc. can be eliminated. 

Further by integrating the base plate, the 

5 electrode system and the reaction layer with the cove, a 
space is formed and the surface of members constructing 
the space is rendered hydrophilic, whereby a definite 
quantity of sample solution can be readily introduced 
into the space described above through a simple 
10 operation merely by bringing a trace amount of sample 
solution into contact with the introducing port of the 
sensor. 

The introduced sample solution dissolves the 
electron acceptor, enzyme and hydrophilic high molecular 

15 substance in the reaction layer, where an enzyme 

reaction proceeds while converting the sample solution 
into a viscous liquid. By the enzyme reaction, a 
reduced electron acceptor is produced in response to the 
substrate concentration in the sample solution. Then, 

20 the reduced electron acceptor is electrochemically 

oxidized on the electrode for measurement to determine 
the substrate concentration from a current level for the 
oxidation. 

In the biosensor of the present invention, a 
25 hydrophilic high molecular substance is used so that 
influence of solid components such as red blood cells 
and the like in a blood sample on the electrodes can be 
prevented and at the same time, by providing the space, 



EP 0 359 831 A1 



„ «r -J « 9 i« 



1 fluidization of the sample solution on the electrodes 
can be effectively prevented. Thus, an influence by 
vibration during measurement can be prevented. 

On the other hand, the reaction layer in the 
5 biosensor of the present invention is comprised of an 
enzyme layer and an electron acceptor layer provided 
thereon. Further by providing a hydrophilic high 
molecular substance layer between these layers, the 
enzyme and the electron acceptor are separated from each 
10 other to provide a biosensor having excellent 
preservation property. 

According to the present invention, a 
disposable biosensor including the electrode system can 
be constructed so that a substrate concentration in the 
15 sample, for example, a glucose concentration in blood 
can be determined rapidly in a simple operation with 
high accuracy, merely by adding an extremely trace 
amount of sample solution, without diluting or 
quantitatively determining the sample solution in 
20 advance. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is an illustrative drawing showing an 
example of conventional glucose sensors. Figs. 2 and 3 
illustratively show glucose sensors using conventional 
25 enzyme electrodes. Fig. 4 shows a perspective view of a 
disassembled biosensor which is one embodiment of the 
present invention. Fig. 5 shows an external view of the 
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1 biosensor. Fig. 6 illustratively shows a cross- 
sectional view of the biosensor. Fig. 7 shows a 
response characteristic of the biosensor. Fig. 8 shows 
a perspective view of a disassembled biosensor which is 
5 another embodiment of the present invention. Fig. 9 
shows an external view of the biosensor. Figs. 10 , 12 
and 13 show perspective views of disassembled biosensors 
which are other embodiments of the present invention. 
Fig. 11 shows a perspective view of a disassembled 

10 biosensor which is another embodiment of the prior art. 
Fig. 14 shows a relationship between ascorbic acid 
concentration and response characteristic. Fig. 15 
shows a relationship between the particle diameter of 
potassium ferricyanide and the time when the reaction is 

15 completed. 

BEST MODES FOR PRACTICING THE INVENTION 
Example 1 

In the following explanatory drawings in the 
examples, the same numbering is used for common elements 

20 and their explanation is in part omitted. 

As one embodiment of the biosensor , a glucose 
sensor is explained. Fig. 4 shows a perspective view of 
a disassembled glucose sensor prepared as one embodiment 
of the biosensor in accordance with the present 

25 invention. Fig. 5 shows an external view of the 
biosensor. Fig. 6 illustratively shows a cross- 
sectional view of the biosensor obtained when the 
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1 biosensor shown in Fig. 5 is cut at the center into the 
length direction. In Fig. 4, a reaction layer 14 shown 

in Fig. 6 is not shown. 

Hereafter a process for preparing the sensor 
5 is described. Silver paste is printed on an insulating 
base plate 1 composed of polyethylene terephthalate by 
means of screen printing to form leads 2, 3 (3«). Next, 
conductive carbon paste containing a resin binder is 
printed thereon. By drying with heating, the electrode 
10 system comprised of an electrode for measurement 4 and a 
counter electrode 5 (5') is formed. Furthermore, 
insulating paste is printed so as to partly cover the 
electrode system to make the exposed area of the 
electrodes definite and cover unnecessary part of the 
15 leads. By a heat treatment, an insulating layer 6 is 
formed. 

Next, the exposed area of the electrode system 
4, 5 (5«) is polished and then heat-treated at 100«C for 
4 hours in the air. After the electrode portion is thus 
20 constructed, 0.5% aqueous solution of carboxymethyl 
cellulose (hereafter simply referred to as CMC) as the 
hydrophilic high molecular substance is spread onto the 
electrodes and dried to form a CMC layer. A solution of 
glucose oxidase (GOD) as the enzyme in phosphate buffer 
25 solution is spread thereon and dried to form a reaction 
layer 14 comprised of CMC-GOD layer. In this case, CMC 
and GOD form a thin layer having a thickness of several 
microns in a partly mixed state. 
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Next, three members of this base plate 1, a 
spacer 7 comprised of a resin plate and a cover 9 are 
adhered to each other in such a positional relationship 
between the respective members shown by broken lines as 
shown in Pig. 4 to integrate the sensor as shown in the 
external view in Fig. 5. Herein, the spacer has a 
thickness of approximately 300 pm and takes a shape that 
the central part is cut off into a U-(dai) shape having 
a width of 2 (dai) and a length of 7 mm. The end of the 
cut portion becomes an introducing port 10 of a sample 
solution, and the central part forms a space 8, when 
integrated. Furthermore, the cover 9 possess a hole 
having a diameter of 2 (dai) and forms a discharge port 
11 when integrated. 

When the introducing port at the tip of the 
glucose sensor constructed as described above is brought 
into contact with a glucose standard solution (200 
mg/d^) which is a sample solution, the sample solution, 
is introduced into the inside through the introducing 
port 10. In this case, the air in the space 8 is 
rapidly discharged through the discharge port 11 and at 
the same time, the space is filled up with the sample 
solution up to near the discharge port. As such, the 
sample solution rapidly spreads onto the electrode 
surface to fill up the space so that any remaining air 
bubbles are not noted. 

This is believed to be because the sample 
solution would flow into one direction by providing the 
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1 introducing port and the discharge port and due to the 
hydrophilic high molecular substance layer previously 
formed on the electrodes/ wetting on the electrode 
surface would be improved so that the gas is smoothly 

5 exchanged with the liquid. 

Further by previously treating the surfaces of 
the members constructing the space such as the cover, 
spacer, etc., with a surface active agent to render them 
hydrophilic, the sample solution can be introduced more 
10 smoothly. 

On the other hand, the added sample solution 
dissolves CMC therein to render the liquid viscous. 
Glucose in the sample solution reacts with the enzyme by 
the action of glucose oxidase carried on the electrodes 
15 to produce hydrogen peroxide. Therefore, by applying a 
voltage of 1 V between the electrodes one minute after 
introduction of the sample solution, the electrode for 
measurement is polarized into the anode direction. By 
applying a voltage to the anode direction described 

20 above, an oxidizing current for the produced hydrogen 
peroxide is obtained. This current level corresponds to 
the concentration of glucose which is a substrate. 

As an example of the response characteristic 
of the sensor constructed as described above, the 

25 relationship between a current level 5 seconds after 
application of voltage and a glucose concentration is 
shown in Fig. 7, A, indicating that a good response 
characteristic was obtained. 
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Further with respect to 30 glucose sensors 
having the same specification as described above, the 
same sample solution was tested with the sensors, A 
coefficient of variation was as good as about 5%. 

Furthermore, influence by evaporation was 
examined under humidity conditions of 30% and 80% , using 
10 sensors each, and compared with the glucose sensor 
shown in Fig. 3 which was prepared in a conventional 
construction by way of trial. In the glucose sensors 
according to the present invention, the influence was 
negligible even after allowing to stand for 5 minutes. 
However, in the sensors having a conventional 
construction, the evaporation was higher by about 3% 
under the lower humidity condition 2 minutes after. 

As described above, the glucose sensor of the 
present invention having the construction described 
above can rapidly absorbs a trace amount of the sample 
solution into the reaction layer zone and can determine 
a glucose concentration in a simple and rapid way with 
high accuracy, without being affected by ambient 
humidity, etc. 

Example 2 

The procedure was quite the same as in Example 
1 until the CMC-GOD layer was formed. Thereafter, a 
reaction layer composed of a CMC-GOD-electron acceptor 
layer was further formed thereon by the following 
method. 
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surface active agent, lecithin (phosphatidyl 
choline), was dissolved in toluene to prepare 1 wt, 
solution and micrccrystals ( a mean particle diameter o £ 
iess than 10 m) of Potassium ferricyanide as an 
siectron acceptor was dispersed in the solution. Then 
toiuene was evaporated off to form the reaction layer 
composed of CHC-GOD-electron acceptor layer on the 
.iectrod. system followed hy integrating with a spacer 
a „a a cover as in Example 1. Thus, a glucose sensor 
having the construction shown in Mr,. 5 was ohtained. 

Next, a glucose standard solution was 
introduced through the tip portion of the sensor as 
Ascribed above. By applying a voltage of 600 mv 
hetween the electrodes about one minute after, potassrum 
5 ferricyanide produced by the enzyme reaction was 

ciioised on the electrode for measurement. A current 
le «l in this case was measured 5 seconds after 
application of the voltage. As the result, an extremely 
,cod linear relationship was ohtained hetween the 
20 gl ucose concentration and the response current level, a. 
shown in Pig- 7, B. Further using 30 sensors, a 
variation coefficient was examined. The variation 
coefficient was 2.6% with respect to the glucose 
standard eolation and 3» with respect to the whole blood 
25 sample, which were extremely good. Further with resect 
to influence of evaporation, a test was carried out in a 
M „ner similar to Example 1 and similar effects were 
obtained, as described above. 
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1 In the above example, when the concentration 

of lecithin was greater than 0.01 wt%, potassium 
ferricyanide was efficiently dispersed in toluene so 
that dropping became easy to form a thin potassium 
5 ferricyanide-lecithin layer. Where no lecithin is 
present, defects that the potassium ferricyanide layer 
was non-uniformly formed or the base plate was peeled 
off when bent were noted. However, by incorporating 
lecithin, the potassium ferricyanide layer which was 

10 uniform and peeled off only with difficulty could 
readily be formed. As the concentration of lecithin 
increased, the potassium ferricyanide layer was peeled 
off more difficultly but a dissolution rate of potassium 
ferricyanide also decreased. Therefore, a suitable 

15 concentration is believed to be 0.01 to 3 wt%. 

Polyethylene glycol alkyl phenyl ether (trademark: 
Triton X) was used instead of lecithin. In order to 
disperse fine particles of potassium ferricyanide in 
toluene, more than 0.1% was necessary but a good 

20 potassium ferricyanide layer could be formed as in the 
case of using lecithin. As the surface active agent, 
there are oleic acid, polyoxyethylene glycerine fatty 
acid ester, cyclodextrin, etc., in addition to the 
example described above. Surface active agents are not 

25 particularly limited so long as they can disperse the 
electron acceptor in an organic solvent and do not 
affect the enzyme activity. As the organic solvent for 
mixing the electron acceptor therewith, solvents such as 
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th „ nave a minimised influence on =00 activity and «- 

printed electrodes. 

With respect tc the particle diameter of 
5 nl crocrvstalline potassium ferricyanide used above, 
commercially available crystals of potassium 
te rricyanide were around into powders and crystals of a 
finite particle diameter were collected * sUv.no to 
£ot . a potassium ferricyanide layer. With respect to 

. ,= described above prepared 
l0 the same glucose sensors as describ 

fI om crystals of various particle diameters, therr 

, »esh siae of sieve on the absciss, and on the 
ordinate, a time for completing the reaction t< , 4 
15 of glucose. Numerals with parentheses mdrcate 

(,», of the mesh bole. As shown in rig. 15. 

„„ oarticle sUe were dissolved 
crystals having a smaller patticle 

m ore guloUy and the time retired for completing the 
reaction was shorter. In the sensor prepared with 
20 potassium ferricyanide .particle sUe of 100 

USS, passed through 145 mesh Japanese Industrial 
Standard,, the reaction was completed within .minutes. 
In addition, when the potassium ferricyanide layer 
« as prepared, crystals bavin, a smaller particle 
25 ammeter could form a uniform layer and provided less 
evenness in response. Microcrystals of potassium 
terricyanide could be forced by grinding into powders 
but recrystaliuation of an aqueous potassium 
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1 ferricyanide solution from ethanol could easily prepare 
crystals having a particle diameter of not greater than 
10 pm. When the potassium ferricyanide layer was formed 
from such crystals , the layer became dense and the time 
5 for completing the reaction could be shortened. 

When potassium ferricyanide finely divided 
into a particle diameter of less than 100 pm was mixed 
with toluene and the mixture was dropped, toluene was 
rapidly evaporated and the potassium ferricyanide layer 

10 could be formed in a microcrystalline state so that a 
dissolution rate was rapid and rapid measurement was 
attained. Further by using the organic solvent , the 
potassium ferricyanide layer could be formed separately 
on the CMC-GOD layer, whereby preservation property 

15 could be improved. 

In providing the introducing port and the 
discharge port in the example described above, in 
addition to the arrangement shown in Pigs. 4 through 6, 
holes may be provided in the cover 9 and the base plate 

20 1/ respectively, and used as the introducing port 10 and 
the discharge port 11 as shown in the perspective view 
of the disassembled sensor in Fig. 8 and in the external 
view in Fig. 9. 

Furthermore, as shown in the perspective view 
25 of the disassembled sensor in Fig. 10, the spacer may be 
divided into two parts of 7 and 7 1 and the parts may be 
used as the spacer 8, and the introducing port 10 and 
the discharge port 11. 
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1 Furthermore, the shape of the tip portion of 

the biosensor having the structure shown in Fig. 5 was 
rounded as shown in the external view shown in Fig. 11. 
By doing so, a portion brought into contact with a 

5 sample solution was limited almost to the introducing 
port 10 when the sample solution was introduced. Thus, 
the sample solution did not go around the periphery of 
the introducing port but could be smoothly introduced 
even in a small quantity. 

10 Example 3 

The electrode portion shown in Fig. 12 was 
constructed in a manner similar to Example 1. That is, 
silver leads 3, 21, 22 and 23, counter electrode 3 
corresponding thereto and three electrodes for 

15 measurement 41, 42 and 43 were formed on a base plate to 
construct three pairs of electrode systems possessing 
the counter electrode in common. Next, a reaction layer 
composed of CMC-GOD-electron acceptor layer was formed 
around each of the electrodes for measurement in a 

20 manner similar to Example 2. 

Then, a spacer and a cover were adhered to 
integrate them as in Example 1. Herein, the spacer is 
partly cut off into a "comb-like" shape and the cut 
portion forms a space 8. The space is divided into the 

25 respective electrode systems but is continuous as a 
whole to form a common space. Furthermore, the end 
becomes the introducing port 10. 
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In response to the space dividedly constructed 
on these respective electrode systems , three holes are 
formed in the cover 9 to provide discharge ports 11, 12 
and 13. When the introducing port 10 is brought into 
contact with a sample solution, the sample solution is 
rapidly introduced into the space, while discharging the 
air in the space through the three discharge ports. 

A response to the glucose standard solution 
was measured with respect to the three electrode systems 
in a manner similar to Example 2 and its mean value was 
determined to make it a response level for one sensor. 
The test was performed with 30 glucose sensors having 
the same specification. The variation coefficient was 
as good as 2%. 

In the disposable type sensor, it is important 
for improved reliability to minimize factors for error 
including a difference in electrode area of each sensor. 
The difference between the sensors forms a cause for 
causing a difference in error of measurement data on the 
same sample solution. However, as described above, 
measurement with higher accuracy can be rapidly achieved 
by providing a plurality of electrode systems for the 
same sensor and obtaining a mean value of the response 
levels. 

Pig. 12 shows the embodiment having 3 pairs of 
electrodes but the present invention is not limited 
thereto and can further provide a large number of 
electrode systems. Furthermore, the shape of the space 
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the shape or arrangement of the electrode systems. 

• . Plurality of the electrode systems. In a 
5 having a plurality « • 
B ann.t similar to Example 1 already desert, river 
lea ds 21. » and 3 an, two pai» of the electrode 

systeM comprised - — J °< " MSUiemen 4 

42 corresponding thereto and a counter electrode S » 
l0 co-on were constructed on the .as. plate. «t. - - 

... after a reaction layer composed of CMC-GOD- 
Example 2, atter a 

laver was formed on each of the 
potassium ferncyamde layer was 

taereto. Herein, the spacer has two holes which 

in »„d 92 and, discharge ports 
15 independently form spaces 81 and 82 an , 

U and 12 correspond, to the holes and introduce 
^ „ need in common are provided in the cover. 

,1th respect to the ,luoose sensor havrn, the 
construction described above, as sheen in Pi,. 3, an • 

th , electrode systems to the glucose standard soletron 
and made a measurement value for one sensor. «hen 30 
sensors bavin, th. same specification were tested, the 
variation coefficient »as as ,ood as 2.2%. 
25 As such, in th. sensor shown in Fig. 13, 

me ,sur.m.nt can b. mad. with high.r accuracy. In 
addition, .inc. th. s.nsor poss.sses the independent 
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1 spaces, different sample solutions can be measured with 
one sensor or the sensor can be provided for measurement 
under different conditions in time f temperature f etc. 

in the example described above , one hole was 

5 provided in the cover to make it a common introducing 
port but the present invention is not limited to this 
embodiment. It is important to construct the 
measurement system comprising a plural pairs of the 
electrode systems and a plurality of independent spaces. 
10 Therefore , two holes may also be provided and 

introducing ports to the respective spaces may be 
constructed. 

Example 5 

Using the electrode part, spacer and cover 
15 having constructions shown in Fig. 13 , a glucose sensor 
described below was constructed. Firstly, a reaction 
layer composed of CMC-GOD was formed on an electrode for 
measurement 41 in a manner similar to Example 1. On the 
other hand, CMC layer alone was formed on an electrode 
20 for measurement 42. 

With respect to the glucose sensor having two 
pairs of the electrode systems obtained as described 
above, a glucose standard solution (200 mg/d*) 
containing ascorbic acid having various concentrations 
25 was dropped onto introducing port 10 and introduced onto 
each of the electrode systems. Next, as in Example 1, a 
voltage of 1 V was applied about 1 minute after the 



! dropping ana a current lev.! was .ensured 5 seconds 

a£t er. The results sr. shown in I*. 14. The output of 
the electrode system of CMC-COD layer is shown by * and 
th e output .blank output, of the electrode system of CMC 
5 layer alone is shown by B. as is evident from the 

arawing, the output of » increase, as the ooncentration 
o£ ascorbic acid increases and on the other hand, a 
similar Increase is notea with the output of B. This 
indicates that the sensitivities of the respective 
10 electroae systems to ascorbic scia are almost equal to 
each other. «hen a aiffereno. in output between the 
D oth electroae systems (» - » Is detected therefrom, a 
current level based on glucose can be obtained. That 
is, b, using two pairs of the electrode systems, an 
15 error due to substances sensitive to electrode can be 
,re,tly reduced. Such an effect was also noted with 
uric acid, etc., in addition to ascorbic acid. 

AS such, by constructing the sensor by 
providing two pairs of the electrode systems and forming 
M a hydrophilic high molecular substance-enzyme layer on 
cne electrode system and a hydrophilic high molecular 
substance layer alone on another electrode system, a 
substrate concentration in the sample solution 
containing interferants can be measured with good 
25 accuracy. 

in the above, after the CMC-GOD layer is 
termed on both electrode systems, local heating b, laser 
or irradiation with ultraviolet rays, etc. may also be 
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1 applied only to either electrode system, whereby GOD is 
inactivated to prepare the electrode system for blank 
outputting. By doing' so, the constructions are 
identical in the two electrode systems except for enzyme 
5 activity so that output currents due to interferants in 
the two electrode systems can be conformable much better 
with each other, resulting in an improved accuracy in 
detection with the sensor. 

In the foregoing embodiment, the electrode 

10 system wherein the electrode portion comprises two 
electrodes of the electrode for measurement and the 
counter electrode has been described. By constructing 
the electrode system by three electrodes further 
involving silver/silver chloride, the accuracy can 

15 further be improved. One embodiment for constructing 
the electrode system comprises printing 3 silver leads 
onto a base plate, then printing a carbon paste only on 
the tip portions of two leads to coat an insulating 
layer, treating the surface of the tip portion of the 

20 remaining lead in which silver is exposed to form silver 
chloride into a silver/silver chloride electrode. Thus, 
the electrode system could be constructed in such a 
manner. 

Example 6 

25 . In Example 5, a reaction layer composed of 

CMC-GOD-potassium ferricyanide layer and a layer 
composed of CMC-potassium ferricyanide were formed on 
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! the electrode for measurement 41 and the electrode for 
me asurement 42, respectively, in a manner similar to 
Example 2. Measurement was performed in a manner 
similar to Example 5 except that the voltage applied was 

5 o.6 V. influence of ascorbic acid could be removed as 
described above. 



Example 7 

in Example 5, a reaction layer composed of 
CMC-GOD-potassium ferricyanide layer was formed on the 
10 electrode for measurement 41 in a manner similar to 

Example 2. Further on the electrode for measurement 42, 
the CMC layer was formed and an enzyme layer composed of 
glucose oxidase, mutarotase and B-glucosidase was then 
formed thereon and an electron acceptor layer composed 
15 of potassium ferricyanide was further formed to make a 
reaction layer. Measurement was performed by applying a 
voltage of 0.6 V and using as a sample solution an 
aqueous solution containing glucose and sucrose. With 
the electrode for measurement 41, a current in response 
20 to glucose concentration was obtained and a current in 
response to the total concentration of glucose and 
sucrose was obtained with the electrode for measurement 
42. From a difference between these current levels, the 
sucrose concentration could be determined. As such, two 
25 substrate concentrations can be measured. 
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1 Example 8 

After the electrode portion was prepared in a 
manner similar to Example 1, (K5% aqueous solution of 
carboxymethyl cellulose (hereafter simply referred to as 
5 CMC) as the hydrophilic high molecular substance was 
spread onto the electrodes and dried to form a CMC 
layer. Next, a solution of glucose oxidase in water was 
spread thereon and dried to form a CMC-GOD layer. In 
this case, CMC and GOD formed a thin layer having a 

10 thickness of several microns in a partly mixed state. 
Furthermore, 0.5% ethanolic solution of 
polyvinylpyrrolidone (hereafter simply referred to as 
PVP) was spread so as to fully cover the first layer 
composed of this CMC-GOD layer and dried to form a 

15 second layer composed of PVP layer. A mixture of 

microcrystalline potassium ferricyanide as the electron 
acceptor and 1% solution of a surface active agent/ 
lecithin, in toluene was dropped and spread onto the PVP 
layer and dried to form a third layer composed of 

20 potassium ferricyanide-lecithin layer followed by 

integrating with a spacer and a cover as in Example 1. 

By using toluene in which PVP is sparingly 
soluble as a solvent in the case of forming the 
potassium ferricyanide-lecithin layer, it is possible to 

25 uniformly spread the potassium ferricyanide-lecithin 

solution onto the PVP layer. As the result, the uniform 
potassium ferricyanide-lecithin layer can be obtained. 

As such, the use of a solvent in which the 
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1 hydrophilic high molecular substance constructing the 
second layer as the solvent for spreading the electron 
acceptor and the surface active agent could form the 
extremely uniform electron acceptor layer (third layer). 

5 A glucose standard solution was introduced 

into the glucose sensor constructed as above through the 
introducing port. By applying a voltage of +0.6 V to 
the electrode for measurement in the anode direction one 
minute after, a response current was measured 5 seconds. 

10 A good linear relationship was obtained up to the 

concentration as high as more than 900 mg/d*. Onto the 
glucose sensor described above, 5 u* of blood sample was 
dropped and a response current was measured one minute 
after. A response with very good reproducibility was 

15 obtained. 

With respect to two sensors, i.e., the glucose 
sensor prepared by the process described above and the 
same glucose sensor except that the second layer 
composed of hydrophilic high molecular substance was not 

20 provided, preservation test was performed at 35°C for 30 
days in a dried state. Using a glucose standard 
solution (90 mg/d*) as a sample solution, sensor 
response was compared 30 days after. The sensor in 
which the second layer composed of the hydrophilic high 

25 molecular substance was not formed showed CV value of 
5.3 but the sensor in which the second layer composed of 
PVP showed CV value as extremely good as 2.5. 
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1 Example 9 

The CMC-GOD layer and the PVP layer were 
prepared in a manner similar to Example 8. A mixture of 
microcrystalline potassium ferricyanide as the electron 
5 acceptor and 0.5% solution of a surface active agent , 
lecithin, in ethanol was dropped and spread onto the PVP 
layer and dried to form a potassium ferricyanide- 
lecithin layer. By using ethanol in which PVP is 
readily soluble as a solvent in the case of forming the 

10 potassium ferricyanide-lecithin layer, it is possible to 
concentratively develop at one point on the PVP layer. 
That is, it was possible to concentrate on the electrode 
for measurement of the sensor to construct the uniform 
potassium ferricyanide-lecithin layer so that the sensor 

15 in which a stable response was obtained merely by 
spreading the minimum quantity required could be 
prepared. 

Response characteristics to the glucose 
standard solution of the glucose sensor constructed as 

20 above were determined in a manner similar to Example 8. 
A good linear relationship was obtained up to the 
concentration as high as more than 900 mg/d*. In 
addition, a response with very good reproducibility was 
obtained also in the case of using blood as a sample 

25 solution. Furthermore, with respect to the glucose 

sensor in which the second layer composed of hydrophilic 
high molecular substance was provided and the same 
glucose sensor except that the second layer composed of 
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preservation test was performed at 3, c for 

Lied state in . nsnser similar to Exa» Pl . 8. The 

sensor in which the second layer p 

daJS a£teC ; n the prior art construction, the COO-CMC 
lay er was already in contact with the potassium 

. , „ at the time when the sensor 
jerricyanide-lecithin layer at the 

.. that it was difficult to improve 
10 ;i:rne-Incy. I hehydrophllichi r o r . 

stance layer composed of PV* which was used r 
Example 8 described above and present .rample 9 
Zto completely separate the COO-CMC layer from t 
15 Caesium ferricyanide-lecithin layer in a drUd s a e. 

In addition, the hydrophilic high molecular 

stance layer is estremeiy effective to 

stahie sensor response, also in the case that —es 

M adsorhed to the electrode or electrode-acU 

- ?„ a sample solution. Even in 
20 suhstances are present r» samp 

U- case that a glucose concentrate was 
th . 9l ucos. sensor described above using blood- 
SMpl . solution, a stable sensor response was obt ned 
respective of viscosity or the UK. of the sample 
25 solution. 

~u q Ascribed above, one 
in Examples 1 through 9 descnoea 

embodiment of preferred positional reiationship between 

th e introducing port and the discharge port connected 
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1 with the space is illustratively shown in the drawings* 
The discharge port may also be used as the introducing 
port and the introducing port may be used as the 
discharge port. Furthermore, the spacers and the covers 

5 shown in the respective drawings are composed of 

independent materials but are not limited thereto. It 
is advantageous in mass production to form an integrated 
cover member with a shape of cover by means of molding 
or the like. 

10 Further by rendering the surface of materials 

constructing the space hydrophilic, a sample solution 
was introduced more smoothly through the introducing 
port. The effect was obtained either by using 
hydrophilic materials or by previously treating the 

15 surface materials constructing the space with a surface 
active agent to render them hydrophilic. 

On the other hand, an interval between the 
base plate and the cover can be controlled by varying 
the thickness of spacer or the size of a portion 

20 corresponding thereto. However, when the interval is 
too large, a quantity of sample solution required for 
filling up the space becomes large and it is also 
disadvantageous to introduce the sample solution by 
capillary phenomenon. When the interval is too small, a 

25 resistance between the electrodes increases or a current 
distribution is distorted. From the foregoing, the 
interval is preferably in a range of 0.05 to 1.0 



<, r. to o *» 

w 0 •» •> 
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1 (dai), more preferably 0,1 to 0.5 (dai). 

In the examples, CMC was used as the 
hydrophilic high molecular substance. As has already 
been stated/ its role is to prevent influence of 

5 adsorbable substances contained in a sample solution 
adsorbed to the electrode on response, in addition to 
the smooth introduction of the sample solution. 
Furthermore, its role also lies in separating the enzyme 
layer from the electron acceptor layer by the 
10 hydrophilic high molecular substance layer thereby to 
further improve preservation property. As the 
hydrophilic high molecular substance, gelatin, methyl 
cellulose and the like can be used, in addition to CMC, 
and hydrophilic high molecular substances of starch, 

15 carboxymethyl cellulose, gelatin, acrylate, vinyl 
alcohol, vinylpyrrolidone and maleic anhydride are 
preferred. These water-absorbing or water-soluble 
hydrophilic high molecular substances are dissolved in a 
suitable concentration and the resulting solution is 

20 coated and dried to form a hydrophilic high molecular 
substance layer having a necessary layer thickness. 

In the foregoing examples, the electrode 
system in which the electrode portion is comprised of 
two electrodes of an electrode for measurement and a 

25 counter electrode has been stated. However, by 

constructing the electrode system with three electrodes 
further including a reference electrode, the accuracy 
can be further improved. As materials for the 
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1 electrode, carbon illustrated in the examples is 

suitable as a stable and inexpensive material but the 
materials are not limited thereto. Other noble metal 
materials and. oxidized materials may also be used. 

5 Further as the electron acceptor, though 

potassium ferricyanide used in the examples is excellent 
in stability and reaction rate, redox compounds such as 
quinone compounds or ferrocene compounds, etc. can also 
be used, in addition to potassium ferricyanide. 
10 Furthermore, the oxidoreductase is not limited 

to glucose oxidase shown in the foregoing examples but 
various enzymes such as alcohol oxidase, cholesterol 
oxidase, etc. can be used. 

INDUSTRIAL APPLICABILITY 
15 The biosensor of the present invention can 

rapidly determine a specific component in various sample 
solutions in an accurate and simple way. Therefore, its 
utilization value is extremely high in clinical 
inspection. 
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CLAIMS 

1. A biosensor for determining a substrate 

concentration in a sample solution comprising a base 
plate having an electrode system and a reaction layer 
having formed thereon a space including said reaction 
layer, said space being provided with an introducing 
port for introducing said sample solution into said 
space and a discharge port for discharging the gas in 
said space by inflow of said sample solution, said 
electrode system being equipped with at least an 
electrode for measurement and a counter electrode, at 
least an enzyme being carried on said reaction layer, a 
change in concentration of a substance in the reaction 
between said enzyme and said sample solution being 
detected with said electrode system to determine a 
substrate concentration in said sample solution. 

2. A biosensor as claimed in claim 1, wherein 
said electrode system comprises a plural set of 
electrode systems and reaction layers corresponding to 
said plural set of electrode systems and a common space 
are provided. 

3. A biosensor as claimed in claim 1, wherein 
said electrode system comprises a plural set of 
electrode systems and, reaction layers and spaces 
corresponding to said plural set of electrode systems 
are provided. 

4> a biosensor as claimed in claim 1, wherein an 

electrode system comprising at least an electrode for 
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measurement and a counter electrode is formed on an 
insulating base plate, a reaction layer is formed on the 
surface of said electrode system and said reaction layer 
comprises an enzyme layer composed of an oxidoreductase 
and a hydrophilic high molecular substance having formed 
thereon an electron acceptor layer, 

5- A biosensor as claimed in claim 1, wherein an 

electrode system comprising at least an electrode for 
measurement and a counter electrode is formed on an 
insulating base plate, a reaction layer is formed on the 
surface -of said electrode system and said reaction layer 
comprises an enzyme layer composed of an oxidoreductase 
and a hydrophilic high molecular substance having formed 
thereon an electron acceptor layer containing a surface 
active agent. 

6. A biosensor as claimed in claim 4 or 5, 
wherein said electron acceptor layer comprises fine 
particles of an electron acceptor having a particle size 
of not greater than 100 pm. 

7. A biosensor as claimed in claim 4 or 5, 
wherein said hydrophilic high molecular substance is any 
member selected from hydrophilic high molecular 
substances of starch, carboxymethyl cellulose, gelatin, 
acrylate, vinyl alcohol, vinylpyrrolidone and maleic 
anhydride or a mixture thereof. 

8. A biosensor as claimed in claim 1, wherein the 
surface of a material constructing said space is 
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hydrophilic. 

9> a biosensor as claimed in claim 2 or 3, 

wherein said electrode system comprises two sets of 
electrode systems comprising at least an electrode for 
me asurement and a counter electrode mainly composed of 
carbon, a reaction layer composed of a hydrophilic high 
secular substance and an oxidoreductase being provided 
on one electrode system and a hydrophilic high molecular 
substance layer or a layer composed of a hydrophilic 
high molecular substance and an inactivated 
oxidoreductase being provided on another electrode 
system. 

10 . A biosensor as claimed in olaim 2 or 3, 

.herein said electrode system comprises two sets or 
electrode systems comprising at least an electrode for 
m easurement and a counter electrode mainly composed ot 
carbon, a reaction layer composed of a bydropbilic high 
mo lecular substance and an oridoreductase being provided 
on one electrode system and a hydrophilic high molecular 
substance layer or a layer composed of a hydrophilic 
high molecular substance and a deactivated oxido, 
reductase being provided on another electrode 
system. 

u . A biosensor as claimed in claim 9 or 10, 

wherein said electrode system comprises an electrode for 
measurement and a counter electrode mainly composed of 
carbon and a reference electrode comprising a silver/ 
silver chloride reference electrode. 
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12. A biosensor as claimed in claim 1, wherein 
said electrode system is prepared from a material mainly 
composed of carbon formed on an insulating base plate by 
means of screen printing. 

13. A biosensor as claimed in claim 1/ wherein an 
electrode system comprising at least an electrode for 
measurement and a counter electrode is formed on an 
insulating base plate, a reaction layer is formed on 
said electrode system and said reaction layer comprises, 
a first layer composed of a hydrophilic high molecular 
substance and an oxidoreductase, a second layer composed 
of a hydrophilic high molecular substance and a third 
layer containing an electron acceptor. 

14. A biosensor as claimed in claim 13, wherein 
said hydrophilic high molecular substance in the first 
layer and the second layer is selected from hydrophilic 
high molecular substances of starch, carboxymethyl 
cellulose, gelatin, acrylate, vinyl alcohol, vinylpyr- 
rolidone and maleic anhydride or a mixture thereof. 

15. A process for preparing a biosensor which 
comprises forming an electrode system comprising at 
least an electrode for measurement and a counter 
electrode on an insulating base plate, coating a 
hydrophilic high molecular substance aqueous solution 
and an oxidoreductase aqueous solution on said 
electrode system and then drying to form an enzyme 
layer, spreading a mixture of an electron acceptor 
and an organic solvent onto said enzyme layer, 
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removing said organic solvent to form an electron 
acceptor layer and then integrating together with a 
cover* 

16 . A process for preparing a biosensor which 

comprises forming an electrode system comprising at 
least an electrode for measurement and a counter 
electrode on an insulating base plate, coating a 
hydrophilic high molecular substance aqueous solution 
and an oxidoreductase aqueous solution on said electrode 
system and then drying to form an enzyme layer, next 
spreading a solution of a hydrophilic high molecular 
substance in an organic solvent onto said enzyme layer 
to form a hydrophilic high molecular substance layer, 
further spreading a dispersion of an electron acceptor 
in an organic Solvent onto said hydrophilic high 
molecular substance layer to form an electron acceptor 
layer, and then integrating together with a cover. 
17 . a process for preparing a biosensor as claimed 

in claim 15 or 16, wherein a mixture of said electron 
acceptor, said surface active agent and said organic 
solvent is spread on said enzyme layer and said organic 
solvent is removed to form an electron acceptor layer. 
18. A process for preparing a biosensor as claimed 

in claim 17, wherein said electron acceptor layer 
comprises fine particles of an electron acceptor having 
a particle size of not greater than 100 ym. 
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X.i.t of numerals appearing in the drawxngs: 

. . . base plate 

1. 63, 71 

2 , 3 . 3.. a. ». ». «• «• »• " - lMd Mnt 

4 , 4l , «, «. 6.. »i — "* £o1 M " 

' . counter electrode 

5, 5', 65, 72 

insulating layer 

6, 75 

, . spacer 

7, 7' 

. . . space 

8, 81, 82 ' 

cover 

9 ' " ...... introducing port 

10 "," ' discharge port 

11 ' 12 ' 13 .... reaction layer 

14 

support 

51 reagent layer 

52 spreding layer 

53 waterproofing layer 

54 filtering layer 
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